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AMENDMENTS TO THE CLAIMS 

This listing of claims will replace all prior versions, and listings, of claims in the 
application: 

LISTING OF CLAIMS: 

Claim 1-12 (canceled) 

Claim 13 (currently amended): A struoturo of a resistanc e w e lded part aooording 

to C l aim 12. A structure of a resistance welded part comprising: 

a first metallic member comprising iron or an alloy containing iron: 

a second metallic member comprising copper or an alloy containing copper 

the first and second metallic members being joined together by: 

1 \ fomiino a nickel film on at least one surface of the first and second 

metallic members: 

2) allowing the first metallic member to butt against the second 
metallic member via the nickel film: and 

3) melting a part of each of the first and second metallic members and at 
least a part of the nickel film bv flowing electric currents through the first and second 
metallic members to generate heat based on contact resistance between the first and 
second metallic members, thereby ioinino the first metallic member to the second 
metallic member so that a first alloy layer containing nickel, copper and iron is fonned 
adjacent the first metallic member at the interface between the first and second metallic 
members and a second alloy layer containing nickel and copper is formed adjacent the 
second metallic member at the interface between the first and second metallic 
members: w herein 

the nid<el film is fomned bv plating: and 

the nickel film is fomned with a thickness of about 0.5 pm to about 5.0 pm. 
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Claim 14 (currently amended): A structure of a rooiotonoo woldod part accord i ng 
to Claim 1 1 . A structure of a resistance yielded part comprisinQ: 

a first metallic member comprising Iron or an alloy containing iron: 

a second metallic member comprising copper or an alloy containing copper: 

the first and second metallic members being joined together bv: 

1 ) forming a nickel film on at least one surface of the first and second 
metallic members: 

2) allowing the first metallic member to butt against the second 
metallic member via the nid<el film: and 

3) melting a part of each of the first and second metallic members and at 
least a part of the nickel film bv flowing electric currents through the first and second 
metallic members to generate heat based on contact resistance between the first and 
second metallic members, thereby joining the first metallic member to the second 
metallic member so that a first alloy layer containing nickel, copper and iron is formed 
adjacent the first metallic member at the interface between the first and second metallic 
members and a second alloy layer containing nickel and copper is fomned adiacentthe 
second metallic member at the Interiace between the first and second metallic 
members: w herein 

the nickel film is fornied with a thickness of about 0.5 pm to about 5.0 pm. 

Claims 15 and 16 (canceled). 

Claim 1 7 (previously presented): A structure of a resistance welded part 
according to Claim 13, wherein the nickel film is formed on the surface of the first 
metallic member and wherein a tin or silver film is formed on the nickel film before the 
welding operation. 

Claim 18 (previously presented): A stmcture of a resistance weUed part 
according to Claim 14, wherein the nickel film is fonned on the surface of the first 
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metallic member and wherein a tin or silver film is formed on the nickel film before the 
welding operation. 

Claims 19-21 (canceled). 

Claim 22 (new): An electronic component comprising: 
two cap-shaped temiinal members including iron or an iron-containing alloy; 
a central conductor including copper or a copper-containing alloy; and 
an element having a through hole for receiving the central conductor; wherein 
inner surfaces of the cap-shaped temninal members are opposed to respective 

end surfaces of the central conductor and joined thereto by resistance welding; 

a first alloy layer containing nickel, copper and iron is formed at the cap-shaped 

terminal side of an interface between each of the cap-shaped temninals and the central 

conductor; 

a second alloy layer containing nickel and copper is fornied at the central 
conductor side of said interface: 

a nickel film is fomned on each of the surfaces of the cap-shaped temninal 
member excluding portions on which the first alloy layers are fonned; and 

a silver film is fonned on each of the nickel films. 

Claim 23 (new): The electronic component according to daim 22, wherein the 
first and second alloy layers have a total thickness of about 0.5 |jm to about 5.0 jjm. 



PAGE SriO • RCVD AT »1S2009 11:27:1 1 AM [Es 



>TO-EFXRF«30 * DNIS:2n8300 • CSID:70338S5080 • DURATION (min^):03-24 



